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@ Method for forming vlas In multilayer circuits. 

® The Invention is directed to a method for rapidly forming a pattern of vias in multilayer electronic circuits in 
which each of the via holes is formed by drilling with a controlled number of Nd:YAG laser beam pulses. Beam 
positioning is controlled by means of a programmed galvanometric beam, positioner. The drilling sequence is 
optionally controlled by application of an heuristic algorithm of the symmetric Traveling Salesman Problem. 
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The inventloo fe directed oenerally to a method lof nvMly forming «» holes Ir Iroroenle dwectrio 

Background of the Invention 

conductive paths which are used to connect operably adjoining layers of multilayer 

diSi/^r TT°^ '""^■'^y^^ '^'^^^'^^ *° ^rint a pattern o 

d electrrc paste over an underlying conductive pattern by which via holes are formed by L opaque areas 
of the screen The pnnted dielectric layer is then fired and the via holes are filled by screen prSg v^rj 

tape, fill the via hotes by screen printing in the above^escribed manner, and fire the tape to remove *e 
t?.^ medium^ These methods for making vias for multilayer circuits are. however. llrZd in Z evenly 
shaped, symmetical v,as can be made reliably only if they are 8-10 mils in diameter or larger foMhickS 
and 4 m.^ ,n d,anr,eter or larger for green tape. When it is attempted to make smallefvirs by ttiie 
methods, the via holes tend to fill in during printing and firing. er vias oy tnese 

^"T^^T"'^^ to improve upon the conventional screen printing method, various experimenters have 
suggested the of laser drilling to form the vias. For example. Cocoa et al have su^eZ^?,e ^aZ 
dni ng of ""fired thick film dielectrics overiying thick film conductors (Cocca et al. Laser Dril^oT^sTn 
Dielectnc for High Density Multilayer Thick Rim Circuits. Solid State Technotogy Sept 1978^ " 
drilling via holes by this method. Cocoa et al used a PulsedYAGHSir-lFTS^^eUf !^!i7"J^ng a 

via hole. In addition. Barrett et al disclosed the laser drilling of fired dielectric layers Ling a outeed 

directly to the number of pulses at a given power level (Barret et al. A Method for Scanning EI«S^ 
Microscope Ana ysis of Laser Drilled Thick Film Vias. Hybrid Circuits , No. 4. Spring 1984 p^!S? 
1990 iifiS!!! L f T i? ~P^"<^'"9 patent application S.N. PCT/US 90/0616^. filed October 25. 
1990. disctosed the use of a laser beam to fomn via holes in an inorganic insulating (dielectric) layer havina 
a transparent protective layer on a beam-reflective substrate, filling the via holes with *Skl^^ ^te 
rernovir^ the protective layer and then repeating the sequence to obtain the desired riumber of CsTte; 
which the entire assemblage is cofired. ^> yji layers, aiwr 

None of the prior investigators has. however, devised a method for drilling small via holes with lasers 
mXl! ^ oirnee^y the speed and quality requirements of contemporary elecJS TlriSic^ 

methods That is. m tf,e pnor art laser drilling methods, the drilling phase of the manufacturing proCSs^ 
too slow to meet the demands of commercial assembly procedures "racninng process is 

Summary of the Invention 

«f hint 'T"^^ ^'!L°'^. "^''^^ ^ P""""^ *° ^ ""^^ ^aP'^l'y fo""ing a patterned array 
of holes o^ predetermined size In an unfired layer comprising finely divided particles of dielJcSrS 
dispersed m an ablatable organic medium containing substantially no volatile organic Sl^nHieCer 
having a thickness of 1-100 microns, comprising the sequential steps of solvents, me layer 

(a) positioning a source of YAG laser light to enable directing ttie laser beam to a predetermined position 
on the surface of the dielectric layer; piouoierminea position 

(b) directing onto ttie predetenmined position on the surface of ttie dielectric layer a plurality of YAG laser 

m-i'LV^*^ °' 1 '^^ ' '^^ "^'"9 Characterized as having (1) a tearn si^S 

n J!t * 11"°. ^'^"^ predetermined size of the hole to be formed (2) deptt, of focus 

greyer ttian ttie ttiickness of tt,e dielecttic layer, and (3) a power level of at least 1 W Lid ttie numb^ S 
pulses being sufficient to effect complete ablation of the organic medium through ttie dieleSJ^ tey^ 

riSll^oftT.- H 'f J f""" '"^""'"9 densification of ttie dielectric ilids. tht^ foX 

a residue of finely divided dielectric particles wittjin ttie ttiusly formed holes- 

(c) by means of a programmed galvonometric beam positioner, repositioning ttie laser light source to 
enable directing ttie laser beam to a furtiier predetemiined position on the su,?ace of ttie dSlecSTayen 

(d) repeating ttie sequence of steps (b) and (c) at ttie rate of at least 50 times per second to fonn ttie 
patterned array of holes in ttie unfired layer. "o^-ono lo ronn tne 
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In a second aspect, the invention is directed to a nnethod for fornning a multilayer circuit having 
interconnected conductive vias of predetermined size comprising the steps of: 

(a) providing an unfired dielectric layer and forming therein a patterned array of via holes by the method 
of claim 1 ; 

6 (b) removing the residue of dielectric particles from the via holes; 

(c) filling the residue-free via holes with a conductive thick film paste comprising finely divided particles 
of conductive metal and inorganic binder dispersed in a liquid organic medium; 

(d) applying a pattern of thick film conductor paste comprising finely divided particles of conductive 
metal and inorganic binder dispersed in a liquid organic medium in appropriate registry with the filled via 

10 holes; 

(e) firing the dielectric layer to effect volatilization of the organic media from the dielectric layer and the 
thick film pastes, densification of the dielectric solids and sintering of the inorganic binder in the thick 
film pastes; and 

(f) repeating steps (a) through (e) for a sufficient number of times to form the desired number of circuit 
75 layers utilizing the exposed surface of the fired assemblage from step (e) of the immediately prior 

sequence of steps as a substrate. 

Brief Description of the Drawing 

20 The Drawing consists of a single figure which is a schematic representation of the Laser Optical System 
that is used for carrying out the method of the invention; 

Detailed Description of the Invention 

25 A. In General 

The method of the invention is directed to the task of forming via holes and vias in multilayer electronic 
circuits both quickly and accurately. In particular, the invention is directed to the task of forming extensive 
patterns of fine (4^ mils) or smaller vias in green tape and thick film dielectric materials both accurately 

30 and rapidly before the layers are fired. 

Vias in multilayer electronic circuitry are used to connnect electrically the circuit patterns of one layer to 
another layer where the conductive layers are separated by a relatively thin layer of dielectric material. 
Because of the substantial circuit density necessary to minimize the areal requirements of complex 
multilayer circuits, it is essential that the vias be made accurately both as to placement and as to 

35 configuration and that they be made very rapidly. For example, a single dielectric layer of a 4 x 4 inch 
multilayer circuit may require on the order of 3,000 to 4.000 vias and the device made therefrom may 
contain as many as 5-10 such layers. Moreover, such devices are frequently required to be produced in 
large quantities, e.g. several thousand per day. 

Though the prior art is replete with teachings of the use of lasers to mark and to drill holes through 

40 various organic and inorganic materials, a substantial problem has been how to produce such holes 
sequentially fast enough to make laser drilling practical. The invention approaches the problem through the 
use of an optimized laser system in which bolh beam placement and the via hole drilling functions are 
computer controlled in accordance with the physical properties and configuration of the dielectric layers. 

45 B. Laser Optical System 

The preferred laser optical system for use in the practice of the invention is comprised of four major 
components. The first is a Q-switched Nd:YAG laser which is the source of energy for drilling the via holes. 
The second component is a helium-neon (He-Ne) laser which produces a low energy visible red beam of 

so light The beam from the He-Ne laser is colinear with the invisible beam from the YAG laser and functions 
as a marker for observation of the effects of the YAG laser. The third component Is a beam positioner and 
the fourth component is a TV camera which Is used to observe the results of the drilling operation. The TV 
camera is not. of course, essential to the operation of the method. However, it is highly preferred to facilitate 
evaluation and control of the drilling operation. Under computer control, the beam positioner conditions and 

65 positions the focused He-Ne and YAG beams over the drilling area. A dichroic mirror entirely reflects the 
invisible Infrared light from YAG laser onto the wortt surface, and partially reflects the visible He-Ne light 
onto the work surface. Reflection of the visible light upward through the dichroic lens permits viewing of the 
work surface by the TV camera. A microscope can, of course, be used for the viewing function in place of 

3 
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the TV camera. 

Turning now to Figure 1 of the drawing, a He-Ne laser 1 is used to generate a visible beam of 
collimated light A which is reflected by mirrors 2a and 2b into Nd.YAQ laser 3. In laser 3 an invisible 
infrared laser beam is generated colinearly with the visible He-Ne beam and the combined beams B are 
passed through a beam expander which is comprised of eyepiece 5 and objective lens 7. From the beam 
expander, the light is directed to a first min-or 9. the X-mirror. which is rotatable by a first galvanometer 11 
rn response to computer signals received via X-axis drive interconnection 13a and serves to posrtion the 
beam B with respect to its X-axis location on the worit piece 23. From X-mirror 9. the expanded and 
combined laser beams B are reflected to a second min-or 15. the Y-mirror. which is rotatable by a second 
galvanometer 17 in response to computer signals received via Y-axis drive interconnection 13b which 
serves to position the beam B with respect to its Y-axis location on work piece 23. From Y-min-or*15 the 
expanded and combined laser beams B are passed through focusing lens 19 to impinge upon dichroic 'lens 
21. The invisible YAG beam is reflected downward to work piece 23 in accordance with the position 
determined by the X and Y mirrors and the visible He-Ne light is partially reflected downward to the work 
piece 23 and then upward through the dichroic lens 21 into TV camera 25 for viewing. 

C. Materials 

One of the many advantages of the method of the invention is that it can be carried out usina 
20 conventional thick film conductive and dielectric materials and dielectric green tapes as well as the 
conventional techniques for applying these materials to the fomiation of electrical circuitry 

Thus the conductive layers or metallizations can be fomied from conventional thick film conductive 
pastes comprised of finely divided particles of conductive metal or metal oxide dispersed in an organic 
medium having appropriate rheology for screen printing application. Such printable thick film pastes may 
a^so contain finely divided particles of inorganic binder. After being printed in an appropriate circuit pattern 
the conductive thick film layer is fired to effect volatilzation of the organic medium and sintering of the solid 
components. 

The dielectric layers are preferably formed by laminating one or more layers of dielectric green tape 
Dielectric green tapes are comprised of finely divided dielectric materials such as barium titanate. alumina 
or glass dispersed in a polymeric matrix which is pyrolyzable when the laminated tape is fired in either an 
oxidizing or nonoxidizing aosphere. Upon firing, the polymeric matrix is pyrolyzed (burned out) and the 
dielortric material is sintered and/or densified. The dielectric layers can also be formed by applying a layer 
of thick film dielectric paste. j fk r ■ a a «yoi 

Such thick film conductor compositions and dielectric green tapes and the methods of apolvina them 
35 are well known in the electronic materials art. y m uiom 

A sine qua non of all substrate materials to be used in the invention is that they must be rigid when 
formed into thin layers (e.g.. 600 microns) and they must be dimensionally stable. That is. they should not 
undergo any substantial degree of bowing when they are fired and. most importantly, they should possess 
stabihty in the X-Y plane. Most frequently, the substrates used for the invention will be made from 
elecfrically insulaBve ceramic materials such as alumina. However, in some instances, substrates can be 
used which are made from laminated green tapes, heat-conductive metals or from ceramic-coated metals 
such as porcelainized steel. iioums. 

Via holes In the green tape layers can be filled by either of two methods. In one technique, the via holes 
are filled by screen printing a thick film conductive paste directly into the via holes. In another method the 
via holes are filled dunng screen printing of an overlying conductive layer by ftow of the thick film paste into 
tne via holes. 

The method of the Invention can be used to prepare multilayer circuits containing, for example. 15-20 
conductive layers. Green tapes will usually have thicknesses of from about 50 to 400 microns 
o^oJ'^®.'^®*^^^ °^ invention can be. however, used to drill holes through dielectric materials as thick as 
50 2000 mils provided that the laser power level and depth of focus are ample. 

D. Laser Operation 
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In the practice of the method of the Invention, it is essential that the beam of the Nd'YAG laser be 
precisely controlled in order to make via holes of proper size and shape without damaging either dielectric 
or conductive layers which may underly the via hole. To do this successfully, it is necessary to control the 
following four variables: (1) beam size; (2) focus depth; (3) beam power level; and (4) rate and number of 
pulses. In addition. It Is vital that the beam pulses be coordinated with the beam positioner 
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Beam Size: The beam size (diameter) is. of course, directly related to the diameter of the hole being 
drilled. Therefore, the beam size will never exceed and usually will be somewhat smaller than the desired 
diameter of the via hole. The beam size is determined by the mode selecting aperture <Front and Rear) 
diameter which determines the mode in which the laser will! oscillate. The lowest order mode has the 

5 smallest diameter beam. (It is often used for trimming fired thick film resistors.) Higher order modes can be 
used which give via holes which are larger in diameter. However, higher order modes may have areas of 
zero power density within their cross-section. Because of the larger area and greater power, they are 
capable of removing more material per pulse. However, the areas of zero power density may have 
incompletely evaporated materials left within the kerf. It Is therefore preferred to use the smallest 

10 appropriate beam size. 

Focus Depth: In order to drill completely through a given dielectric layer, it is essential that the focus 
depth of the beam extend beyond the thickness of the layer. In most instances, it Is preferred that the 
extent of the focus t>eyond the layer thickness be as small as possible consistent with obtaining complete 
penetration of the layer by the laser beam. This is easily determined by examination of the via hole and the 

75 underlying conductive or dielectric layer at any given set of beam parameters. 

Power Level: Because of the energy needed to ablate the organic materia! removed during formation of 
via holes, it is essential that the power level of the laser beam be sufficient to perform the operation within a 
relatively short time and/or with a comparatively low number of pulses. Therefore, for the purposes of the 
invention, it has been found that the laser power level should be at least 1 W. K is preferred that the average 

20 laser beam power level be 3-5 W for thidc film dielectrics and 6-8 W for green tape dielectrics. Higher 
average power levels may be used for thicker dielectric layers.. 

Rate and Number of Pulses: It will be recognized by those skilled In laser operation that. In theory at 
least, the invention could be carried out using a continuous laser beam. However, as a practical matter, 
such type of operation would consume unnecessarily large amounts of power and. moreover, with current 

25 laser technology, such a laser of several Kilowatts continuous output would be too costly to build, operate 
and maintain. 

The number of pulses needed to effect formation of a via hole without damage to the underlying 
substrate is related to the thickness of the layer, the chemical composition of the layer, the diameter of the 
via hole and the pulsed power level. 

30 In carrying out the invention, it is preferred that the power level be adjusted in such manner that at least 
two beam pulses and preferably five or more pulses are used to form the via hole. The use of a plurality of 
pulses gives more control over the operation of the method since the number of pulses can be more readily 
regulated than the power level. Typically, the Invention is carried out at a power level such that 6 or 7 
pulses are suffrcient to effect via hole formation. 

35 In order to carry out the Invention at a practical rate. It is. of course, necessary that the pulse rate be 
extremely rapid. In particular, the method of the Invention Is directed to drilling rates on the order of at least 
50 and preferably 100 via holes per second. To accomplish this feat, it is necessary at the current state of 
laser development to use a Oswltched laser at a rate of at least 1 kHz and preferably at a rate of 10 kHz or 
even higher. The Q-swItch creates high peak power outputs from the laser by causing the laser periodically 

40 to store energy and then release It in narrow pulses (e.g., 100 to 300 nanoseconds wide). It will be 
recognized that laser switching means other than the Q-switch may be developed in the future. However, 
with the present state of the art the only practicable means of attaining such rapid pulsed laser operation is 
by means of the Q-switch. 

Coordination With Beam Positioner: Especially in view of the fact that via holes are being drilled In 
45 accordance with the invention at a rate of at least 50 per second, it is clear that the pulsing action of the 
laser beam must be carefully coordinated with the positioning of the laser beam on the work piece. Thus, 
the t)eam positioner and laser are controlled so that the laser does not pulse until a very short time has 
elapsed after the repositioning of the beam. The delay between the time the t>eam Is repositioned and the 
time the beam pulse is triggered is controlled by what is referred to as the "galvo flag" In the examples 
50 which follow. The galvo flag is a tunable p>arameter of the beam positioner which provides sufficient time for 
the X and Y galvo mirrors to be settled to the required angular positions and sufficiently damp)ed that the 
laser beam is within +/- 1 mil of tfte target position on the work piece before the pulse or series of pulses Is 
emitted. In addition to the galvo flag, a computer command may be used to add extra watting time after the 
laser beam positioning requirement has been met This is known as galvo wait. 
55 To Increase the drilling speed further, one may employ (a) lighter galvo mirrors which will shorten the 
settling time (i.e., time to meet the galvo flag requirement), (b) multiple laser, optics and galvo devices 
driven by one computer operating system In a laser equipment, or (c) a single laser splitted/gulded by 
multiple optics/galvo, which are driven In one computer operating system in a laser equipment. The above 

5 
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system can be implemented by use of modem optics and mechanical design so long as the benefit of 
increasing the throughput justifies the required development time and cost. 

E. Drilling Sequence 

Because of the extremely high number of via holes which are required In many multilayer devices, it is 
prefen-ed to carry out the via hole drilling sequence in such manner that the laser beam travels the least 
distance during the drilling operation. This is preferably accomplished by application of an algorithm of the 
symmetric Traveling Salesman Problem (TSP). which is directed to determination of the shortest distance to 
complete a tour among a large number of cities. In circumstances where the number of "cities" Is very 
large, there is no exact solution. However, heuristic solutions of the problem, which approach within 2% of 
the perfect solution, are available. These can be used effectively to reduce substantially the elapsed time 
for caring out the method of the invention by as much as 50%. Many such algorithms are derivatives of the 
method derived by Lin and Kernighan of Bell Laboratories in Murray Hill NJ. In this application to the 
method of the invention, software for the method is programmed into the beam position computer and the 
sequence is carried out by signals to the X and Y minror galvonometers. 

F. Laser Drilling Applications 

The above described laser drilling method can be used in the fabrication of multilayer electronic circuits 
using conventional thick film and/or green tape materials. It can also be used to drill holes in either single 
layers of either thick film or green tape dielectric layers or in multiple layers containing either or both types 
of materials. 

Following are described a number of these applications as they pertain to the formation of multilayer 
circuits having fine (4-6 mil or smaller) vlas. Three major dielectric systems are described: 

(1) Thick film multilayers on ceramic substrates; 

(2) Green tape multilayers; and 

(3) Green tape multilayers on ceramic substrates either with or without thick film multilayer circuits. 
30 (1) Thick Rim Multilayers on Ceramic Substrates The process Is summarized in Table 1: 
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MuKilayer Circuits Fabricated with Thick Flim Dielectrics 


No. of Steps 


Materials/Methods 


Process 


1 


Substrate 


Cleaning if 


needed 




2 


Conductor 


Print/Dry/Fire 


3 


Dielectric 


Print/Dry 


4 


Forming Via Holes 


Laser Drill/Rre 


5 


Repeating Steps 3 & 4 




6 


Filling Vias 


Print/Dry 


7 


Conductor 


Print/Dry/Cofire 


8 


Repeating Steps 3 to 7 to build multilayers 





Depending on the electrical property requirements, one can also repeat step 3 multiple times, before 
proceeding to steps 4 and 6 (skip 5). Conventional screen printing was used in steps 2.3,6. and 7. but other 
methods for producing fine conductor circuit traces may also be used. In step 3. a pinhole free dielectric 
layer may be achieved by blanket printing, while all of the via holes can be laser drilled later (step 4). In the 
case of forming via holes of different sizes in the same dielectric layer, one may also use existing dielectric 
material to print larger (i.e. 10 mils and larger) via holes, and to use the laser to produce the remalnina 
smaller holes. 

Table 2 summarizes the laser drilling parameters for the method shown In Table 1: 
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TABLE 2 



Laser Drilling Parameters 


Variables 


Range 


Q-Switclied Rate 
Power 
Current 
Calvo Flag 

Additional Calvo Wait 

Over Blast (ca. No. of Pulses) 

Beam Expansion (Focussing Condition) 

Front Aperture 

Rear Aperture 

Compressed Air Purge 

Residue Removal 


8-20 KHz 
0 to 15 watts 
0 to 30 amps 
+ /- 0.5 to 2 mils 

0 to 20 ms 

1 to 100 

+/- 20 mils from focal plane 

1 .0 to 2.0 mm 

1 .0 to 2.0 mm 

5 to 20 psi 

10-30" Hg. vacuum 


Note: 

Calvo flag is a tunable parameter to trigger the laser beam. For example, a +/- 1 mil galvo flag 
means that the residual damping of X and Y galvo mirrors must be settled to certain angular range so 
that the laser beam is within +/- 1 mil of the target position on th© work plate before it is emitted. 
Galvo wait Is a computer software command to add extra waiting time after the laser beam 
positioning requirement (galvo flag) has been met. 
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In the laser via drilling process, multiple pulses of higher order mode YAG were used to produce 4 mil 
vias without any descernable incompletely evaporated (or decomposed) material inside the via holes. The 
ultimate via size depends on (1) taper of via wall, (2) acceptable via drilling speed, and (3) ability to fill vias. 
Assuming a 1 to 1:5 mil taper, the smallest via size will be 2 to 2.5 mils, which cant be produced by prior 
art methods at a speed exceeding 50-100 via holes per second. Table 3 describes via hole size as a 
function of aperture size: 



TABLE 3 
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Correlation of Via Hole Size With Laser System Paranneters 


Front Aperture mm Diameter 


Rear Aperture mm Diameter 


Via Hole Size mil Diameter 


2.0 


2.0 


7 to 8 


1.6 


2.0 


5 to 6 


1.3 


2.0 


4 to 5 


1.3 


1.2 


2 to 3 


Note: 






The above via hole diameter was measured from the top surface of the dielectric layer after firing. 



The beam enters from the laser through the beam expander and impinges on the X axis mirror and then 
the Y axis mirror. These mirrors are moved by the galvonometers to position the beam in the X and Y 
directions. A fundamental optical principle states that for a given order mode, the spot size to which a beam 
will converge is inversely proportional to the cone angle of the converging beam. Therefore, optimized 
aperture size and beam expansion factor can produce 2-3 mil via holes. 

During the laser drilling, the intense laser beam provides localized heating, which decomposes and 
ablates or vaporizes the organic medium in thick film or green tape dielectrics without damaging the 
underlying conductor traces. To control the process, the following are key requirements: (1) to produce 
dielectrics of uniform thickness; (2) consistently to control the laser energy to form via holes, but not to 
melt, vaporize, degrade or oxidize the underlying conductor; and (3) vaporize, degrade or oxidize the 
underlying conductor; and (3) to drill via holes at a speed compatible with circuit production, while 
maintaining via hole placement accuracy. 

The via hole placement accuracy depends on (1 ) built-in software calibration routines, (2) built-in 
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tunable hardware (galvo flag). (3) distance between any two via holes in the routing sequence (4) laser 
pos loning precision, and (5) repeatability of substrate placement. Items 1.2. and 4 depend largely on the 
laser system. Application of the TSP optimizes distance between holes and substrate placement is a 
function of sample stage design. 

A given via hole X and Y coordinate file is reformatted with its routing sequence optimized before being 
loaded to the computer to command drilling. Written by Donald L. Miller (DuPont Central Research and 
Development Department) and Joseph F. Pekny (Purdue University), the optimization program applies 2- 
Matching algonthm (based on Lin-Kemighan algorithm) to solve the "Traveling Salesman Problem" This 
problem is a mathematical one that deals with finding the best sequence from among avery large number of 
possible sequences. By implementing the above program, smaller total traveling distance and. for a large 
fraction of sequential via holes, a smaller distance between them are obtained consistently. This results in 
faster drilling speed and/or tighter placement accuracy. 

(2) Green Tape (GT) Multilayers 

The process is summarized in Table 4: 



TABLE 4 



20 



Multilayer Circuits Fabricated With Green Tape Dielectrics 



No. of Steps 


Materials/Methods 


Process 


No. of Tape Layers 


1 tox 


Green Tape 


Blank 


X 


X + 1 


Conductor 


Print^Dry 


X + 1 


X + 2 


Green Tape 


Blank 


X + 2 


X + 3 


Forming Via Holes 


Laser Drill 


X + 2 


X + 4 


Riling Via Holes 


PrInVDry 


X + 2 


X + 5 


Conductor 


Print^Dry 


X + 2 


X + 6 


Repeat Steps x + 2 to x + 5 to Build Multilayers 




X + 7 


Forming Via Holes 


Blank/Laser Drill 




X + 8 


Riling Via Holes 


Print/Dry 




X + 9 




Collate/Laminate/Rre 




X + 10 


Top Layer Conductor 


Print/Dry/Rre 




X + 11 


Singulation 


Dicing Saw 
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The first X layers of tape were used whenever needed to form a dimensionally stable substrate 
Conventiona! screen piinting or any methods producing fine conductor traces may be applied in any step 
involving printing. In case of forming via holes of various sizes in the same green tape sheet, one may use 
laser alone, or in combination wHh other drilling means (such as die bianlcing. punching). The laser drilling 
parameters shown in Table 2 may also be appHed to the green tape. At the present time, green tape is 
several times thicker than the thick film dielectric, and therefore it is necessary to apply more laser power 
and/or pulses (over blasts) to enable via hole drilling. Consequently, a higher drilling throughput can be 
achieved when thinner green tape materials are available, because the laser can drill multiple layers of 
thinner green tape sheets simultaneously. 

The laser can be used to drill through holes in green tape sheet(s). with or without backing (normally 
made of polymer, e.g.. Mylar® polyester film). When through via holes are to be made in a green tape 
sheet without backing, it is harder to remove all of the debris generated by the laser. For this purpose a 
sample stage with vacuum holes at the periphery of green tape sheet, which is at least 1/2 inch away from 
the border of via hole pattern is used. A lint-free paper is inserted between the green tape sheet and stage 
A deionized compressed air jet and a vacuum pick-up are applied, at a 45- angle to the green tape sheet 
from Its opposite edges. Depending on the dimension of the sheet a grid made of metal (or other material) 
may be laid on the top of the sheet, permitting the laser to pass the perforated openings on the grid and 
preventing any flip-flop of the flexible sheet, by the air jet or vacuum. Other stage design and tape or stage 
cleaning steps may also be used so long as they eliminate the debris on both sides of the green tape 
stieet. 



(3) Green Tape Multilayers on Ceramic Substrates 
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It may be desirable at times to combine the benefits of thick film multilayer on ceramic substrates (e.g., 
mechanical strength, thermal conductivity, dimensional stability) with those of green tape multilayer 
construction (design flexibility, device miniaturization, lower processing cost). A process to produce such 
circuits is described in the following: 

(a) Ceramic Substrates with Thick Film Multilayer Circuits 

These multilayers are made either by laminating a pre-circuited ceramic substrate (made by the 
methods described in Section 1. above) with (1) a green tape multilayer (made by the processes described 
in Section 2 hereinabove). (2) a single green tape sheet, laser drilling and repeating the process multiple 
times or (3) a single green tape sheet, laser drilling and/or via filling, firing and repeating the process 
multiple times. The laser produces through or blind via holes respectively, as applied to laminates made by 
option 1 or options 2 and 3. 

Table 5 summarizes the processes and laser parameters: 



TABLE 5 



Option 1 




Materials /Methods 




1 


1 to 8 
(Table 1) 


Prepare thick film multilayer on 
ceramic substrate. 


11 


X -1-1 to X + 6 
(Table 4) 


Prepare GT sheets with specified 
circuit .and via connections 


III 


1 


Attach GT to thick 
film circuits 


Collate/ 
Laminate/Fire 




2 


Top layer conductor 


PHnt/Diy/Plre 




3 


Singulation 


Dicing Saw 
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Table 5 fcontd.1 



Option 2 


No, of steps 


Materials /Methp(^5 PTPCeSff 


I 


1 to 8 

ixdUXc IJ 


Prepare thick film multilayer on 
ceramic substrate 


IT 
1 i 


_L. O j_ C 

X + ^ tO X + o 

(Table 4) 


Prepare GT sheet with specified 
circuit and via connections 


III 


1 


Laminate 




2 


Repeat steps II and III.l 




3 


Fire 




4 


Top layer conductor Print/Dry/Fire 




5 


Singulation Dicing Saw 






No. of Steps 


Materials/MethQf^s Prnt:^^ 


Option 3 






I 


1 to 8 
(Table 1) 


Prepare thick film multilayer on 
ceramic substrate 


II 


1 


Green Tape Blank/Laminate 




2 


Forming via holes Laser drill 




3 


Filling via holes Print/Dry 




4 


Conductor Prlnt/Dry/Cofire 




5 


Repeat steps II. l to II.4 




6 


Singulation Dicing Saw 



(b) Ceramic Substrates without Thick Film Muttilayer Circuits 

Replace the ceramic substrates described in Step I (Options 1 ,2 and 3) with blanl< ceramic substrates, 
and follow all other detailed procedures. 

EXAMPLES 



10 



BNSOOCID: <EP ^0S26407A1J_> 



EP 0 525 497 A1 



Example 1 

A 30 to 60 micron thick unfired glass/ceramic dielectric thick film was printed and dried on ceramic 
substrate. A Q-switched YAG laser (CLS77W. made by Chicago Laser Systems Inc.) was used to drill blind 
5 vias using conditions listed in Table 2. CLS77W covers a 8" by 8" field, and galvo flag was set at +/- 2 
mils. 

4 to 7 mil diameter via holes were formed with a regular pitch (center-to center spacing) size of 40, 60, 
80. 120. or 160 mils. Table 6 summarizes the results: 

10 TABLE 6 



Laser Drill Speed vs.Pitch Size 


Total No. of Vias 


Total Time.s 


Pitch Size, mils 


No. of Pitches to Hub 


Avg. Drill Speed, /s 


8.364 


59 


40 


8.330 


142 






60 


33 




4.216 


34 


40 


34 


124 






60 


33 








80 


4.148 




2,108 


19 


40 


17 








80 


2.074 








160 


16 




2,788 


39 


40 


34 


71 






60 


33 








120 


2.720 




Note: 










Substrate size was 6" x 4**. 









The thick film dielectric compositions used in this example were either vitreous/filler system (DuPont 
5704) or crystallizable/filler system (DuPont QM41D and QM51D) •:rystalllzable glass/filler dielectric. 

It was noted that extra galvo wait was necessary to control ttte via hole placement accuracy, especially 
35 those associated with more than 60 mil pitch sizes. Although an 8" by 8" field coverage made it a one step 
operation to drill via holes in a 6" x 4" part (i.e. without stage movement); the beam positioning system is 
equiped with large diameter optical lenses, and large motors to rotate either or both X and Y gaJvo mirrors. 
However, greater minror inertia requires longer settling times to reach the pre-set galvo wait limit, and to 
build a laser system with smaller optics and lighter min'ors seem to be one way to improve the drill speed. 
40 Example 2 summarizes the results using a laser system with a 3" by 3" field coverage. This requires a 
collaborating stage movement, when parts with overall dimensions larger than 3" by 3" are to be laser 
drilled. 

It is also found that a tighter galvo flag control (i.e. +/- 0.5 mils instead of +/- 2.0 mils) is useful for 
better via hole placement accuracy. The benefit of delaying the time to trigger laser beam, because of a 
^ tighter galvo flag is that the need of any extra galvo wait is eliminated, 

Example 2 

Three tiiick film dielectric compositions were laser drilled, by use of a CLS960 (made by Chicago Laser 
50 Systems Inc.). which has a 3" by 3" field coverage. The laser parameters are the same as those listed In 
Table 2. except that the galvo flag was set at + /- 0.5 mils, and drill via holes without any additional galvo 
wait. 

The only difference in dielectric compositions was the percentage concentration of cobalt oxide, which 
has been found to be an effective YAG absorber. Table 7 compares the three compositions and lists the 
55 laser power needed to drill via holes. It is advantageous to apply the least laser power, as tiie risk of 
damaging conductor circuit (in case of thick film multilayers) or presintering the dielectrics (either thick film 
or green tape) is much lower. 

The prototype for this test has 25 repeating via patterns, covering a 4" by 4" area. The smallest pitch 
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size is about 20 mils. An heuristic algorithm of the symmetric Traveling Salesman Problem was used to 
rearrange the via hole drilling sequence. The overall via pattern was divided into four quadrants, individually 
optimized, and linked together. Since the true via pattern (4" by 4") exceeds the field coverage (3" by 3"), 
it was necessary to move stage three times to complete the pattern. With 30 micron thick unflred dielectric 
thick film composition C. a speed of 175 vlas per second has been achieved for each quadrant. This is 
equal to an overall speed of 170 vias per second for the entire part. 

TABLE 7 
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15 



Dielectric Compositions vs. Optimum Power Levels 


Composition 


A 


B 


C 


Weight % Cobalt Oxide 


0 


0.5 


1.2 


Power to Drill Via Holes. mW 


18 


12 


9 



Example 3 

20 Two types of green tape dielectrics (A and B) were used, with their material and process specifications 
summarized in Table 8. The same via pattern as described in Example 2 was applied. 



TABLES 



25 



30 



35 



40 



45 



Composition 


A 


B 


Materials 






Dielectric 








Vitreous 




Ciystallizable 






FUler 


Ceramic 


Ceramic 


Hilckness Un-flred. mils 


4.5 


5.0 


Processes 






Power to drill via holes. 


10 to 20 


10 to 20 


mW 






Over Blast 


15 to 25 


20 to 30 


Drilling Speed, /s 






Per Quadrant 


170 


160 


Per Part 


165 


155 



50 



65 



Example 4 

A "colored green tape" has been used with Its material and process specifications summarized In Table 
9. The same via pattem as described in Example 2 was applied. In order to drill through a total of three tape 
layers, the number of laser pulses was Increased (compared to Table 8). However, the effective throughput, 
counting the total number of vias formed simultaneously, was also increased by 95%. Cobalt oxide pigment 
has contributed to reduce the required laser power, and it is very likely that a thickness reduction of 
"colored green tape" will enable laser to drill more than three layers simultaneously and further increase the 
effective throughput 
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TABLE 10 



5 


Materials 




10 


Dielectric 
Glass 
Filler 
Pigment 


Vitreous 
Ceramic 
Cobalt Oxide 


75 


Thickness Unfired, mils 


4.5 




No. of Tape Layers 


3 




Processes 




20 


Power to drill via Holes. mW 


25 to 40 




i-Aner oiasi 


frvF to %J\J 


25 


Via Size» mils 


2 to 3 


30 


. Drilling Speed, /s 
per Quadrant 
per Part 


110 
108 




Tliroughput (3 parts), /s 


324 



35 



Claims 

40 1- A method for rapidly forming a pattemed array of via holes of predetermined size in an unfired layer 
comprising finely divided particles of dielectric solids dispersed in an ablatabte organic medium 
containing substantially no volatile organic solvents, the layer having a thickness of 1-2000 microns, 
comprising the sequential steps of: 

(a) positioning a source of YAG laser light to enable directing the laser beam to a predetermined 
45 position on the surface of the dielectric layer; 

(b) directing onto tiie predetermined position on the surface of the dielectric layer a plurality of YAG 
laser beam pulses at a rate of at least 1 kHz, the laser beam being characterized as having (1) a 
beam, size of at least 1 mil but no greater than the predetermined size of the hole to be fomned. (2) 
depth of focus greater than the thickness of the dielectric layer, and (3) a power level of at least 1 

60 W. and the number of pulses being sufficient to effect complete ablation of the organic medium 

through the dielectric layer within area beneath the laser beam without incurring densification of the 
dielectric solids, thereby forming a residue of finely divided dielectric particles within the thusly 
formed holes; 

(c) by means of a programmed galvonometric beam positioner, repositioning the laser light source to 
55 enable directing the laser beam to a further predetermined position on the surface of the dielectric 

layer; and 

(d) repeating the sequence of steps (b) and (c) at the rate of at least 50 times per second to form 
the pattemed array of holes in the unfired layer. 
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2. The method of claim 1 in which the rate of forming the via holes in the patterned array is optimized by 
drilling the via holes in a sequence determined by application of an heuristic algorithm of the symmetric 
Traveling Salesman Problem. 

5 3. A method for forming a multilayer circuit having interconnected conductive vias of predetermined size 
comprising the steps of: 

(a) providing an unfired dielectric layer and forming therein a patterned array of via holjs by the 
method of claim 1; 

(b) removing the residue of dielectric particles from the via holes; 

'0 (c) filling the residue-free via holes with a conductive thick film paste comprising finely divided 

particles of conductive metal and inorganic binder dispersed in a liquid organic medium; 
(d) applying a pattern of thick film conductor paste comprising finely divided particles of conductive 
metal and inorganic binder dispersed in a liquid organic medium in appropriate registry with the 
filled via holes; 

'5 (e) firing the dielectric layer to effect volatilization of the organic media from the dielectric layer and 

the thick film pastes, densiftcation of the dielectric solids and sintering of the inorganic binder in the 
thick film pastes: and 

(f) repeating steps (a) through (e) for a sufficient number of times to form the desired number of 
circuit layers utilizing the exposed surface of the fired assemblage from step (e) of the immediately 
20 prior sequence of steps as a substrate. 

4. The method of claim 3 in which the laser-drilled dielectric layer, via fill paste and conductive thick film 
layer are fired sequentially. 

25 5. The method of claim 3 in which the laser-drilled dielectric layer and the via fill paste are co-fired and 
the conductive thick film layer is fired sequentially. 

6. The method of claim 3 in which the laser-drilled dielectric layer is fired sequentially and the via fill 
paste and conductive thick film layer are co-fired. 

30 

7. The method of claim 3 in which the laser-drilled dielectric layer, via fill paste and conductive thick film 
layer are co-fired. 

A method for forming a multilayer circuit having interconnected conductive vias of predetermined size 
comprising the steps of: 

(a) providing a dimensionally stable ceramic substrate; 

(b) applying to the substrate a pattern of thick film conductor paste comprising finely divided 
particles of conductive metal and inorganic binder dispersed in a liquid organic medium and firing 
the thick film paste to effect volatilization of the organic medium and sintering of the inorganic 
binder; 

(c) applying to the fired conductive pattem and the exposed areas of the substrate an unfired 
dielectric layer and forming in the dielectric layer a patterned array of via holes by the method of 
claim 1 ; 

(d) removing the residue of dielectric particles from via holes; 

(e) firing the dielectric layer to effect volatilization of the organic medium therefrom; 

(f) applying over the fired dielectric layer at least one additional unfired dielectric layer and forming 
in the additional dielectric layer(s) a patterned array of via holes in registry with the hole pattem of 
the underlying dielectric layer; 

(g) removing the residue of dielectric particles from the via holes; 

(h) firing the dielectric layer to effect volatilization of the organic medium therefrom; 

(i) filling the via holes in the fired dielectric layer with a conductive thick film paste comprising finely 
divided particles of conductive metal and inorganic binder dispersed in a liquid organic medium; 
0) applying a pattern of thick film conductor paste comprising finely divided particles of conductive 
metal and inorganic binder dispersed in a liquid organic medium and firing the assemblage to effect 
volatilization of the organic media from the dielectric layer(s) and the thick film paste and sintering of 
the inorganic binder in the thick film paste; and 

(k) repeating steps (c) through (j) for a sufficient number of times to form the desired number of 
circuit layers utilizing the exposed surface of the fired assemblage from step 0) of the immediately 
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prior sequence of steps as the substrate. 

9. A method for forming a multilayer circuit having interconnected conductive vias of predetermined size 
comprising the steps of: 

(a) forming a dimensionally stable substrate by laminating a plurality of green tape layers and firing 
the laminated layers; 

(b) applying to the substrate a pattern of thick film conductor paste comprising finely divided 
particles of conductive metal and Inorganic binder dispersed in a liquid organic medium and firing 
the thick film paste to effect volatilization of the organic medium and sintering of the inorganic 
binder; 

(c) applying over the fired conductive pattern and the exposed areas of the substratie a green tape 
layer and forming in the green tape layer a patterned array of via holes by the method of claim 1 ; 

(d) removing the residue of dielectric particles from the via holes; 

(e) filling the residue-free via holes with a conductive thick film paste comprising finely divided 
particles of conductive metal and inorganic binder dispersed in a liquid organic medium; 

(0 repeating steps (b) through (e) for a sufficient number of times to form the desired number of 
circuit layers utilizing the exposed surface of the fired assemblage from step (d) of the immediately 
prior sequence of steps as a substrate; 

(g) firing the assemblage from step (e) to effect volatilization of the organic media from the 
conductor paste and green tape layers and sintering of the inorganic binder in the thick film paste; 

(h) applying to the fired assemblage from step (g) in registry with the filled vias a pattern of thick 
film conductor paste comprising finely divided particles of conductive metal and inorganic binder 
dispersed In a liquid organic medium; and 

(i) firing the assemblage from step (h) to effect volatilization of the organic media from the 
conductive thick film paste and sintering of the inorganic binder in the thick film paste. 



30 



35 



40 



45 



50 



55 



15 

BNSOOCIO: <E P o figS487Ai \ > 



10 



IS 



20 



EP 0 525 497 A1 




16 

BNSDOCID: <EP QS25487A1J_> 



J 



European Patent 

onice 



EUROPEAN SEARCH REPORT 



Arpticaiioii Number 



DOCUME^^^s considered to be relevant 



EP 92111925-1 



Catceory 



D, A 



Citation of document wkb bdicatioo, where appro|iriate» 
of relevant passages 



WO " A - 91/07 073 
(DU PONT) 

* Claims 1-13 * 

US - A - 4 799 984 
(RELLICK) 

* Claims 1-5 * 

US - A - 4 606 188 
(RELLICK) 

* Claims 1-4 * 

US - A - 4 857 698 
(PERUN) 

* Claim 1 * 

WO - A - 89/01 842 
(DIGITAL) 

* Claim 29 * 

DE - A - 2 548 258 
(SIEMENS) 

* Claims 1-4 * 

US - A - 4 258 468 
(BALDE) 

* Claims 1-3 * 

WO - A - 88/02 928 
(HUGHES) 

* Claim 1 * 

PATENT ABSTRACTS OF JAPAN, 

unexamined applications, 

M field, vol, 9, no. 226, 

September 12, 1985 

THE PATENT OFFICE JAPANESE 

GOVERNMENT 

page 27 M 412 

* Kokai-no. 60-82 285 



The present search report has been drawn nptoraUi 



Relevant 
to daim 



CLASSmCATION OF THE 
APPUCATION ait. CL5) 



1-9 



3-9 



3-9 



1/8 



1,8 



H 05 K 3/00 
B 23 K 26/00 



TECHNICAL fiai>S 
SEARCHED Ott. CL5) 



H 05 K 3/00 
B 23 K 26/00 



Ptsoe of «c»cli 

VIENNA 



D«U mt wptiWM of tt« 

23-10-1992 



HAMMER 



s 

i 

i 

O 



CATEGORY OF UTED DOCUMENTS 

X : particularly rdevaat K taken alone 

Y : panicolariy rdcvaDt If combined with anotticr 

documeof of ibe same category 
A : tcdinoiogical bacl^rouiid 
O : Doo-written dlsdosarc 
P : inienaediate doaiinent 



T : tkeory or prtociple nadcrlyinc the InvendoD 
E ; eartlcr patent docaimcnt, bot published on, or 

after th« ming date 
D : docoment dted ia the application 
L : docniacal chad for other reasons 

A : raember of the same patent family, corrcspoodlng 
docnmeot 



BNSCXX:(D: <EP 05254©7A1J_> 



European Patent 
Office 



EUROPEAN SEARCH REPORT 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Appllcattoo Number 



-2- 

EP 92111925*! 



Category 



Citation of documeat with indicatioD, 
of relevant passages 



wbcre appropriate, 



Rdevant 

to I 



CLASSIHCATION OF THE 
APPUCATION Oat. CLS) 



(INOUE) * 

PATENT ABSTRACTS OF JAPAN, 
unexamined applications , 
E field, vol. 14, no- 239, 
May 21, 1990 

THE PATENT OFFICE JAPANESE 

GOVERNMENT 

page 14 E 930 

* Kokai-no. 02-63 189 
(TOSHIBA) * 

PATENT ABSTRACTS OF JAPAN, 
unexcunined applications, 
E field, vol. 15, no. 191, 
May 16, 1991 

THE PATENT OFFICE JAPANESE 

GOVERNMENT 

page 116 E 1068 

* Kokai-no. 03-50 791 
(NEC) * 



TECHNICAL FIELDS 
SEARCHED (tat. CLS) 



The present search report has been drawn up for all claims 



naee of leaxb 

VIENNA 



Dale of cooplelliHi of the BCflrck 

23-10-1992 



HAMMER 



a: 
o 
». 
o 



CATEGORY OF OTCD DOCUMENTS 

X : particularly rdevant K taken alone 

Y : paniculariy relevant If combined with another 

document of the same caiegoiy 
A : tedmological background 
O : noo-written disclosure 
P : iniennediatc document 



T : tbeoiy or priacipio onderfying tb« toveotion 
E : earlier pateot document, bat pttbtlsbed on, or 

after the filing date 
D : docQffient dted in the appllcattoo 
L : docnmeot ched for ofber reasons 

A : member of the same patent family, corresponding 
docsmcot 



BNSDCXIID: <EP ^0Sa5487AlJ_> 



